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IN THE CLAIMS 

1 . (Currently Amended) An acryl-modifled polyester resin composition produced by 
a polymerization of a polyester resin intermediate of formula (1) and an aciyl monomer: 
R-CH 2 -0-CO-CH«CH-X — (1) 

wherein R represents a polyester polymer residue, and X represents a methyl or 
carboxylic group, and wherein the polyester resin intermediate has a hydroxyl value of about 1 to 
20 moKOH/p and an acid value of about 3 to 30 mdCOHAr. 1 



2. (Currently Amended) The composition of claim 1 , wherein the polyester resin 
intermediate has an average molecular weight of about 1500 to 1500 0 and an noid voluo of about 
3 to 30 mgKOM /g, 

3. (Previously Presented) The composition of claim I, wherein the acryl monomer is 
at least one selected from the group consisting of acrylonitrile, acxylimide, diacetone acrylimidc, 
methylaciylate, butylmethacrylate, laurylmethacrylate, acrylic acid, rnethylmethacrylate, 
ethylacrylate, butylacrylate, ethylmethacrylate, glycidyl methacrylate, 2- 
hydroxyethyknethacrylate, 2-hydroxyethylacrylate and hydroxypropylacrylate. 

4. (Original) The composition of claim 1, wherein the acryl monomer undergoes a 
radical reaction at a temperature of about 80 to 140°C. 
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5. (Currently Amended) A method of preparing an acryl-modified polyester resin 
composition comprising: 

i ) condensing a polyhydric alcohol and a polybasic acid in a solvent to give a polyester 

resin; 

ii) polymerizing the polyester resin and an unsaturated polybasic acid to give a polyester 
resin intermediate of formula (1) having a carbon-carbon double bond at one end, 

R-CH 2 -0-CO-CH=CH-X — (1) 

wherein R represents a polyester polymer residue, and X represents a methyl or carboxylic 
group; and 

iii) polymerizing the polyester resin intermediate and an acryl monomer to give the 
acryl-modified polyester resin composition, wherein the polyester resin intermediate has a 
hydroxy! value of about 1 to 20 mgKOH/ g and an acid value of about 3 to 30 mgKQH/tt , 

6. (Currently Amended) The method of claim 5, wherein the polyester resin intermediate 
has a average molecular weight of about 1500 to 15000, ot>d on aoid vuluo of about 3 to 30 
mgKOll/g, and wherein a content of the polyester resin intermediate is about 30 to 80% by weight 
based on a total weight of a resultant of step ii). 

7. (Original) The method of claim 5, wherein the polyester resin intermediate and the 
acryl monomer are polymerized by adding the acryl monomer together with an initiator at least one 
selected from the group consisting of isobutyl peroxide, tertbutylperoxyneodecanoate, octanonyl 
peroxide, benzoyl peroxide, acetyl peroxide, ditert-butyl peroxide, azoisobutyronitrile and tert- 
butylpcroxylaurate. 
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6. (Original) The method of claim 5, wherein the polyester resin intermediate and the 
aciyl monomer are polymerized by copolyinerizing about 100 parts by weight of the polyester 
resin intermediate and about 5 to 100 parts by weight of the acryl monomer. 

9. (Previously presented) The method of claim 5, wherein the polyhydric alcohol is 
at least one selected from the group consisting of ethylene glycol, propylene glycol, 1 ,4-butylene 
glycol, 1 ,5-peaitanediol, 1 ,6-hexanediol, neopentyl glycol, methyl propanediol, cyclohexane 
dimethanol and trimethylpentanediol, 

and wherein the polybasic acid is at least one selected from the group consisting of 
phthalic anhydrides, tetrahydrophthalic anhydrides, hexahydrophthalic anhydrides, isophthaiic 
acid, terephthalic acid, adipic acid, azelaic acid, sebacic acid and cyciohexanediacid, 

and wherein the unsaturated polybasic acid alcohol is at least one selected from the group 
consisting of maleic acid, maleic anhydrides, fumaric acid, itaconic acid and itaconic anhydrides. 

1 0. (New) The composition of claim 1 , wherein the acryl-modified polyester resin 
composition is produced by a polymerization of the polyester resin intermediate, the acryl monomer 
and styrene. 
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